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METALS 


O'Neal! High-Performarice Metals Group 


ORDER NO.: 80869462 FROM: CHIC PAGE 1 
CUST NUMBER: 1203820 NET WGT: 46.177 REQ.DATE: 07/27/17 CONFIRMED 
SOLD TO: SHLEP’ TOs 
DART AEROSPACE LTD DART AEROSPACE LTD 
1270 ABERDEEN ST 1270 ABERDEEN ST 
HAWKESBURY ON HAWKSBURY ON 
CANADA CN K6A 1K7 ONTARIO CANADA CN K6A 1K7 
SALESPERSON: DONNA SMALLEY SHIP BY: 07/21/17 
TERMS: NET 30 DAYS VIA: COMMON CARRIER 
FOB 4 SHIPPING POINT FREIGHT: PREPAID 
CUST ORD NO.: PO37126 RELEASE NO.: 
RECEIVING PHONE: 
LINE ITEM DESCRIPTION WIDTH LENGTH 
0001 41723 D6061-T6 5/16 OD X .058 WA } 12 FT ML 
CLN# ORD QTY INVOICE QTY SHIPPED QTY WT 
48.000 FT 48.000 Fr / 48.000 FT) 2. GPT 


** I. TEST REPORTS REQUJ Kg D i 


** 1 CERTS REQUIRED ** 
ECCN: EARQQ EXgort License: NLR Expiration Date: 0/00/00 
PO:49371043 H¢ Eps PC: 4 CUSTOMER QTY: UOM 
MLT:UNITED STATES MFG:UNITED STATES SLB/CL: 2078167 
0002 41952 D6061-T6 3/8 OD X .058 WA 12 FT ML 
CLN¥ OD OTY INVOICE QTY SHIPPED QTY WT PCS 
48.000 FT 48.000 FT 48.000 FT 3.254 4 
** 1 TEST REPORTS REQUIRED 4iyg 
** 1 CERTS REQUIRED ** 
ECCN: EAR99 ¢ Biceise: NLR Expiration Date: 0/00/00 
PO: 49363913 Cc: 4 CUSTOMER QTY: UOM 
MLT:UNITED S$ MFG:UNITED STATES SLB/CL:222469 
0003 42276 D6061-T6 1/2 OD X .058 WA a 12 FT ML 
CLN# ORD QTY INVOICE QTY SHIPPED QTY WT 
48.000 rr / 48.000 FT 48.000 FT 4.545 
** 1 TEST REPORTS REQUIRED ** 
** 1 CERTS REQUIRED ** DAS 


ECCN: EAR99Q ense: NLR Expiration Date: 0/00/00 
PO: 49365548 : 4 CUSTOMER QTY: UOM 


MLT: UNITED S STATES SLB/CL: 222661 \ 


Weis AND Pee Seer iy ee TO Mats SALE OF THESE 
R N 
THAN K YOU FOR THIS ORDER Cea ARE SET FO OUR WEBSITE FOR YOUR GARERUL 
http:/Awww.twmetals.com/invoice-terms.html 


IAM A *s® 


METALS 


~ O'Neal High-Performance Metals Group 


ORDER NO.: 80869462 FROM: CHIC PAGE 2 
CUST NUMBER: 1203820 NET WGT: 46.177 REQ.DATE: 07/27/17 CONFIRMED 
SOLD TO: SHIP TO: 
DART AEROSPACE LTD DART AEROSPACE LTD 
1270 ABERDEEN ST 1270 ABERDEEN ST 
HAWKESBURY ON HAWKSBURY ON 
CANADA CN K6A 1K7 ONTARIO CANADA CN K6A 1K7 
SALESPERSON: DONNA SMALLEY SHIP BY? 07/21/17 
TERMS: NET 30 DAYS VIA: COMMON CARRIER 
Es Ole Bis 12 SHIPPING POINT FREIGHT: PREPAID 
CUST ORD NO.: PO37126 RELEASE NO.: 
aghsrvINe PHONE: 
LINE ITEM DESCRIPTION WIDTH LENGTH 
0004 42588 D6061-T6 5/8 OD X .125 WA 2 FT ML 
CLN# ORD QTY INVOICE QTY SHIPPED QTY WT PCS 
24.000 FT 24.000 FT 24.000 FT 5.041 


** 1 TEST REPORTS REQUIRED ** 
** jd CERTS REQUIRED ** 

ECCN: EAR99 
PO: 49362357 HT; 
MLT:UNITED STAVES 


BeeiDAS.icense: NLR Expiration Date: 0/00/00 
F002318790081 5 PCe 2 CUSTOMER QTY: UOM 
PGT aa) SLB/CL: 222204 


0005 44622 D6061-T6 2 OD X .125 WA 12 \FT ML 
CLN# RD QTY INVOJCE QTY SHIPPED QTY WT 
24.000 FT 24.000 FT 24.000 FT 20.779 


** 1 TEST REPORTS REQUIRED ** 
** 1 ‘CERTS REQUIRED ** DAS 


ECCN: EAR99 EX ot License: NLR Expiration Date: 0/00/00 
PO:49370807 HT{1403036 PCs 2 CUSTOMER QTY: UOM 
é 


MLT : GERMANY ANY SLB/CL: 65383 

0006 36506 SMLS CD 304/L A269 1/2 OD X .049 WA ; 20' ML 

CLN# O Ory INVOICE OQOTY SHIPPHD QTY WT 
40.000 FT 40.000 FT 40.000 FT 9.437 


** 1 TEST REPORTS REQUIRED ** 
** 1. CERTS ‘REQUIRED ** 


ECCN: 2B999.g License: NLR Expiration Date: 0/00/00 
PO: 49336439 :¥X150671 5 PG: Z CUSTOMER QTY: UOM 
MLT: CHINA FC: Clg SLB/CL:- a\ 


TERMS AND CONDITIONS APPLICABLE TO THE SALE OF THESE 
THA N K YO U FOR TH BS ORDER ea ARE SET FORTH ON OUR WEBSITE FOR YOUR CAREFUL . 
http://www.twmetals.com/invoice-terms.htm! 


Packing 
Slip 
, METALS 
O'Neal Hign-Performarice Metals Group 

ORDER NO.: 80869462 FROM: CHIC PAGE 3 
CUST NUMBER: 1203820 NET WGT: 46.177 REQ.DATE: 07/27/17 CONFIRMED 
SOLD TO: SHIP TO: 
DART AEROSPACE LTD DART AEROSPACE LTD 
1270 ABERDEEN ST 1270 ABERDEEN ST 
HAWKESBURY ON HAWKSBURY ON 
CANADA CN K6A 1kK7 ONTARIO CANADA CN K6A 1kK7 
SALESPERSON: DONNA SMALLEY SHIP BY's 07/21/17 
TERMS: NET 30 DAYS VIA: COMMON CARRIER 
1 RO Vi oe SHIPPING POINT FREIGHT: PREPAID 
CUST ORD NO.: PO37126 RELEASE NO.: 

RECEIVING PHONE: 
LINE ITEM DESCRIPTION WIDTH LENGTH 
BROKERS KUEHNE AND NAGEL LTD 
SOS SSS SS aS SSS SS Se eee PACK INFO ----~------------------~----- 
AREA TYPE OF PKG PKGS GRS WEIGHT WIDTH LENGTH 
¥RE REDDICRATE 1.000 30.000 4.0000 150.0000 
YRE REDDICRATE 1.000 42.000 5.0000 150.0000 
YRC CARTON 1.000 14.000 3.0000 247.0000 
YRC CARTON 1.000 7.000 150.0000 2.0000 
4.000 93.000 

BY: MG 
RT 000- UNLOAD TYPE: NONE SPECIFIED 


DATE SHIPPED 


DATE FILLED 


TERMS AND CONDITIONS APPLICABLE TO THE SALE OF THESE 
PRODUCTS ARE SET FORTH ON OUR WEBSITE FOR YOUR CAREFUL ; 


THANK YOU FOR THIS ORDER itvew 


http://Awww.twmetals.com/invoice-terms.htm! 


TU eae 


~ O'Neal Hign-Performarice Metals Group 


ORDER NO.: 80869462 


CUST NUMBER: 1203820 NET WGT: 
SOLD TO: 

DART AEROSPACE LTD 

1270 ABERDEEN ST 

HAWKESBURY ON 


Packing 


FROM: CHIC PAGE 4 


46.177 REQ.DATE: 07/27/17 CONFIRMED 
SHIP TO: 

DART AEROSPACE LTD 

1270 ABERDEEN ST 

HAWKSBURY ON 


CANADA CN K6A 1K7 ONTARIO CANADA CN K6A 1K7 
SALESPERSON: DONNA SMALLEY SHIP BY: O7/21/17 

TERMS: NET 30 DAYS 235 TUBEWAY 

PO. Ba ¥ SHIPPING POINT CAROL STREAM IL 60188 

CUST ORD NO.: PO37126 

VIA: COMMON CARRIER 

FREIGHT: PREPAID 

RELEASE NO.: 


RECEIVING PHONE: 


"TW Metals MSDS data is available on our web site at www.twmetals.com. MSDS 
data can be found under the Technical Resources Tab, Product Statistics 

& Data and the TW Metals MSDS's heading. If you do not have web site access 
you may telephone 610-458-1300 and we will mail or fax a copy of our current 


MSDS data to your location." 


"CERTIFICATE OF CONFORMANCE" 


"TW Metals certifies that the material Supplied on this purchase order and 
contained in the heat/lot number referenced above has been manufactured, 
inspected, and tested in accordance with the material specification. These 
records are on file at TW Metals. Packaging material for shipments to Europe 
and China consists of manufactured wood products and complies with the 
European emergency measures for coniferous non-manufactured wood packing 
material" 

Authorized Test Report Clerk Date: 7/21/17 


These commodities have been exported from the United States in accordance 
with the U.S. export control laws, export administrations regulations. 
Diversion contrary to U.S. law prohibited. 


TERMS AND CONDITIONS APPLICABLE TO THE SALE OF THESE 
PRODUCTS ARE SET FORTH ON OUR WEBSITE FOR YOUR CAREFUL - 


REVIEW. 
http://www.twmetals.com/invoice-terms.htm| 


THANK YOU FOR THIS ORDER 


235 TUBEWAY Invoice#: 80869462 
Cust. PO#: PO37126 


= = : CAROL STREAM TL 60188 Incoterms: SHIPPING POINT 
ME T&A LS Tel: 630-690-0110 Frt. Terms: PREPAID 
AM ON! COMPANY FAX: 16306902105 Ship Via: COMMON CARRIER 


COMMERCIAL INVOICE 


Sold To: DART AEROSPACE LTD Invoice Date: 7/21/17 
1270 ABERDEEN ST 

HAWKESBURY ON Ship Date: 7/21/19 
CANADA CN K6A 1K7 C 


Payment Terms: NET 30 DAYS 
Contact: CHANTAL 


16136321053 Ship To/Final Destination: 
DART AEROSPACE LTD 
Freight Forwarder/Intermediate Ship To: 1270 ABERDEEN ST 
HAWKSBURY ON 
ONTARIO CANADA CN K6A 1K7 


ITEM# / LINE# DESCRIPTION QUAATITY 


41723 ID6061-T6 5/16 OD X .058 WA -000 FT {S$ $ 


0 IN 
1 ALUMINUM TUBE ROUND ; 4.000 PC 


PART NUMBER: 
ECCN: EAR99 


SCHEDULE B:7608.20.0030 
ALUM PIPE/TUBE - SEAMLESS 


INET WGT: 2.621 LBS 
COUNTRY OF MFG: UNITED STATES 
41952 ID6061-T6 3/8 OD X .058 WA ff 48.000 FT |$ eee FY $ 
Oo IN 


2 ALUMINUM TUBE ROUND 4.000 PC 


PART NUMBER: 


CCN: EAR99 
SCHEDULE B:7608.20.0030 


EXPORT LICENSE] NUMBER: NLR 
EXPIRATION DATE: 00/00/00 


TW METALS, INC CERTIFIES THAT THE COUNTRY OR COUNTRIES OF 
MANUFACTURE INDICATED ABOVE IS TRUE AND CORRECT AS 
CONTAINED IN THE RECORDS OF TW METALS, INC 


THESE ITEMS ARE CONTROLLED BY THE U.S. GOVERNMENT AND 
AUTHORIZED FOR EXPORT ONLY TO THE COUNTRY OF ULTIMATE 
DESTINATION FOR USE BY THE ULTIMATE CONSIGNEE OR 
END-USER(S) HEREIN IDENTIFIED. THEY MAY NOT BE RESOLD, 
TRANSFERRED, OR OTHERWISE DISPOSED OF, TO ANY OTHER 
COUNTRY OR TO ANY PERSON OTHER THAN THE AUTHORIZED 
ULTIMATE CONSIGNEE OR END-USER(S), EITHER IN THEIR ORIGINAL 
FORM OR AFTER BEING INCORPORATED INTO OTHER ITEMS, 
WITHOUT FIRST OBTAINING APPROVAL FROM THE US 
GOVERNMENT OR AS OTHERWISE AUTHORIZED BY U.S LAW AND 
REGULATIONS. Page 


“ed 


bee oe 
120.00 


103.20 


2/|7 


CONTINUE . 


235 TUBEWAY Invoice#: 80869462 
Cust. PO#: PO37126 


a CAROL -TREAN IL, 60188 Incoterms: SHIPPING POINT 
METALS Tel: 630-690-0110 Frt. Terms: PREPAID 
AI ON] COMPANY FAX: 16306902105 Ship Via: COMMON CARRIER 


Sold To: 


COMMERCIAL INVOICE 


DART AEROSPACE LTD Invoice Date: 7/21/17 


1270 ABERDEEN ST 
HAWKESBURY ON Ship Date: VS 2L/27 


CANADA 


Contact: 


K6éA 1K7 C 

Payment Terms: NET 30 DAYS 
CHANTAL 

16136321053 Ship To/Final Destination: 


DART AEROSPACE LTD 


Freight Forwarder/Intermediate Ship To: 1270 ABERDEEN ST 


ITEM# / LINE# 


42276 


42588 


HAWKSBURY ON 


ONTARIO CANADA CN K6A 1K7 


DESCRIPTION QUANTITY SUBTOTAL 


ALUM PIPE/TUBE - SEAMLESS 


WET WGT: 3.254 LBS 
COUNTRY OF MFG: UNITED STATES 


ID6061-T6 1/2 OD X .058 WA 1.7500 FY $ 4.00 
ALUMINUM TUBE ROUND 
PART NUMBER: 

IECCN: EAR9Q 

SCHEDULE B:7608.20.0030 


ALUM PIPE/TUBE - SEAMLESS 


INET WGT: 4.545 LBS 
OUNTRY OF MFG: UNITED STATES 


ID6061-T6 5/8 OD X .125 WA 
ALUMINUM TUBE ROUND 


PART NUMBER: 


EXPORT LICENSE] NUMBER: NLR 
EXPIRATION DATE: 00/00/0 


TW METALS, INC CERTIFIES THAT THE COUNTRY OR COUNTRIES OF 
MANUFACTURE INDICATED ABOVE IS TRUE AND CORRECT AS 
CONTAINED IN THE RECORDS OF TW METALS, INC. 


THESE ITEMS ARE CONTROLLED BY THE U.S. GOVERNMENT AND 
AUTHORIZED FOR EXPORT ONLY TO THE COUNTRY OF ULTIMATE 
DESTINATION FOR USE BY THE ULTIMATE CONSIGNEE OR 
END-USER(S) HEREIN IDENTIFIED, THEY MAY NOT BE RESOLD, 
TRANSFERRED, OR OTHERWISE DISPOSED OF, TO ANY OTHER 
COUNTRY OR TO ANY PERSON OTHER THAN THE AUTHORIZED 
ULTIMATE CONSIGNEE OR END-USER(S), EITHER IN THEIR ORIGINAL 
FORM OR AFTER BEING INCORPORATED INTO OTHER ITEMS, 
WITHOUT FIRST OBTAINING APPROVAL FROM THE U.S 
GOVERNMENT OR AS OTHERWISE AUTHORIZED BY U.S. LAW AND 
REGULATIONS Page 


CONTINUE + 


Cust. PO#: PO37126 


= ee CAROL STREAM IL 60188 Incoterms: SHIPPING POINT 
RIETALS Tel: 630-690-0110 Frt. Terms: PREPAID 
AN ON] COMPANY FAX: 16306902105 Ship Via: COMMON CARRIER 


COMMERCIAL INVOICE 


Sold To: DART AEROSPACE LTD Invoice Date: 7/21/17 
1270 ABERDEEN ST 

HAWKESBURY ON Ship Date: TY/21719 
CANADA CN K6A 1K7 C 


Payment Terms: NET 30 DAYS 
Contact: CHANTAL 


16136321053 Ship To/Final Destination: 
DART AEROSPACE LTD 
Freight Forwarder/Intermediate Ship To: 1270 ABERDEEN ST 
HAWKSBURY ON 
ONTARIO CANADA CN K6A 1K7 


ITEM#/LINE# | DESCRIPTION QUANTITY 


ECCN: EAR99 
SCHEDULE B:7608.20.0030 
ALUM PIPE/TUBE - SEAMLESS 


INET WGT: 5.541 LBS 
COUNTRY OF MFG: UNITED STATES 


44622 ID6061-T6 2 OD X .125 WA 8.5000 FY $ 
5 ALUMINUM TUBE ROUND 
PART NUMBER: 
CCN: EAR99 


SCHEDULE B:7608.20.0030 
ALUM PIPE/TUBE - SEAMLESS 


INET WGT: 20.779 LBS 
QUNTRY OF MFG: GERMANY 


36506 SMLS CD 304/L A269 1/2 OD X .049 WA 


EXPORT LICENSE| NUMBER: NLR 


TW METALS, INC CERTIFIES THAT THE COUNTRY OR COUNTRIES OF 
MANUFACTURE INDICATED ABOVE IS TRUE AND CORRECT AS 
CONTAINED IN THE RECORDS OF TW METALS, INC 


THESE ITEMS ARE CONTROLLED BY THE U.S. GOVERNMENT AND 
AUTHORIZED FOR EXPORT ONLY TO THE COUNTRY OF ULTIMATE 
DESTINATION FOR USE BY THE ULTIMATE CONSIGNEE OR 
END-USER(S) HEREIN IDENTIFIED. THEY MAY NOT BE RESOLD, 
TRANSFERRED, OR OTHERWSE DISPOSED OF, TO ANY OTHER 
COUNTRY OR TO ANY PERSON OTHER THAN THE AUTHORIZED 
ULTIMATE CONSIGNEE OR END-USER(S), EITHER IN THEIR ORIGINAL 
FORM OR AFTER BEING INCORPORATED INTO OTHER ITEMS, 
WITHOUT FIRST OBTAINING APPROVAL FROM THE U.S 
GOVERNMENT OR AS OTHERWSE AUTHORIZED BY U.S. LAW AND 
REGULATIONS Page 


2.8000 FI $ feast 
EXPIRATION DATE: 00/00/00 N eye ] 
f 


CONTINUE. 


SUBTOTAL 


204.00 


235 TUBEWAY Invoice#: 


cS ee Cust. PO#: 
= CAROL STREAM IL 60188 Fey apenas 
RAE TALS Tel: 630-690-0110 Frt. Terms: 
AN ON] COMPAMY FAX: 16306902105 Ship Via: 
COMMERCIAL INVOICE 

Sold To: DART AEROSPACE LTD Invoice Date: 7/21/17 

1270 ABERDEEN ST 

HAWKESBURY ON Ship Date: Tf 2UILT 

CANADA CN K6A 1K7 C 


Payment Terms: NET 30 DAYS 
Contact: CHANTAL 
16136321053 Ship To/Final Destination: 
DART AEROSPACE LTD 


Freight Forwarder/Intermediate Ship To: 1270 ABERDEEN ST 
HAWKSBURY ON 


80869462 
PO37126 
SHIPPING POINT 
PREPAID 
COMMON CARRIER 


ONTARIO CANADA CN K6A 1K7 


UNIT 
ITEM#/LINE# | DESCRIPTION QUANTITY VALUE 
6 STAINLESS STEEL TUBE ROUND 
PART NUMBER: 
CCN: 2B999.g 
ISCHEDULE B:7304.41.0000 
S/S PIPE/TUBE ROUND SMLS W/OD </=3" 
NET WGT: 9.437 LBS 
COUNTRY OF MFG: CHINA 


FREIGHT CHARGES 


QUANTITY AND TYPE OF BOXES: 


HE REDDICRATE 
150.0000 xX 4.0000 X 4.0000 
TOTAL WGT: 13.200 LBS 
ROSS WGT: 30.000 LBS 
uF REDDICRATE 


EXPORT LICENSE] NUMBER: NLR 
EXPIRATION DATE: 00/00/00 


TW METALS, INC CERTIFIES THAT THE COUNTRY OR COUNTRIES OF 
MANUFACTURE INDICATED ABOVE IS TRUE AND CORRECT AS 
CONTAINED IN THE RECORDS OF TW METALS, INC 


THESE ITEMS ARE CONTROLLED BY THE U.S. GOVERNMENT AND 
AUTHORIZED FOR EXPORT ONLY TO THE COUNTRY OF ULTIMATE 
DESTINATION FOR USE BY THE ULTIMATE CONSIGNEE OR 
END-USER(S) HEREIN IDENTIFIED. THEY MAY NOT BE RESOLD, 
TRANSFERRED, OR OTHERWISE DISPOSED OF, TO ANY OTHER 
COUNTRY OR TO ANY PERSON OTHER THAN THE AUTHORIZED 
ULTIMATE CONSIGNEE OR END-USER(S), EITHER IN THEIR ORIGINAL 
FORM OR AFTER BEING INCORPORATED INTO OTHER ITEMS, 
WITHOUT FIRST OBTAINING APPROVAL FROM THE U.S 
GOVERNMENT OR AS OTHERWISE AUTHORIZED BY U.S. LAW AND 
REGULATIONS Page 


SUBTOTAL 


.00 


CONTINUE - 


Invoice#: 80869462 
Cust. PO#: PO37126 


235 TUBEWAY 


[Sothern Seren Eee th BOLSs Incoterms: SHIPPING POINT 
RAE TALS Tel: 630-690-0110 Frt. Terms: PREPAID 
AN ON] COMPAMY FAX: 16306902105 Ship Via: COMMON CARRIER 
COMMERCIAL INVOICE 
Sold To: DART AEROSPACE LTD Invoice Date: 7/21/17 
1270 ABERDEEN ST 
HAWKESBURY ON Ship Date: Pf2as 17 


CANADA K6A 1K7 € 


Payment Terms: NET 30 DAYS 


Contact: CHANTAL 
16136321053 Ship To/Final Destination: 


DART AEROSPACE LTD 


Freight Forwarder/Intermediate Ship To: 1270 ABERDEEN ST 
HAWKSBURY ON 


ONTARIO CANADA CN K6A 1K7 


UNIT 
ITEM#/LINE# | DESCRIPTION QUANTITY VALUE SUBTOTAL 


150.0000 X 5.0000 X 5.0000 
OTAL WGT: 20.700 LBS 
ROSS WGT: 42.000 LBS 


if CARTON 
247.0000 X 3.0000 X 3.0000 


OTAL WGT: 9.400 LBS 
ROSS WGT: 14.000 LBS 


a: CARTON 


2.0000 X 150.0000 X 2.0000 
TOTAL WGT: 2.600 LBS 
ROSS WGT: 7.000 LBS 


EXPORT LICENSE] NUMBER: NLR 
EXPIRATION DATE: 00/00/00 


TW METALS, INC CERTIFIES THAT THE COUNTRY OR COUNTRIES OF 
MANUFACTURE INDICATED ABOVE IS TRUE AND CORRECT AS | 
CONTAINED IN THE RECORDS OF TW METALS, INC V/ 4 ( 


THESE ITEMS ARE CONTROLLED BY THE U.S. GOVERNMENT AND 7 

AUTHORIZED FOR EXPORT ONLY TO THE COUNTRY OF ULTIMATE té 

DESTINATION FOR USE BY THE ULTIMATE CONSIGNEE OR / : ao 
HUf! 


END-USER(S) HEREIN IDENTIFIED. THEY MAY NOT BE RESOLD, 
TRANSFERRED, OR OTHERWSE DISPOSED OF, TO ANY OTHER 

COUNTRY OR TO ANY PERSON OTHER THAN THE AUTHORIZED Sales Tax 00 
ULTIMATE CONSIGNEE OR END-USER(S), EITHER IN THEIR ORIGINAL 

FORM OR AFTER BEING INCORPORATED INTO OTHER ITEMS, Payable ir] US Dollars 746.80 
WITHOUT FIRST OBTAINING APPROVAL FROM THE U.S 

GOVERNMENT OR AS OTHERWSE AUTHORIZED BY U.S. LAW AND 

REGULATIONS Page 5 


North American Free Trade Agreement 
CERTIFICATE OF ORIGIN 


METALS 


AN @N!I COMPANY 


1. EXPORTER NAME AND ADDRESS : 2. BLANKET PERIOD : 


TW METALS - CHICAGO 
235 TUBEWAY 

CAROL STREAM IL 60188 
UNITED STATES 


DD MM YY DD MM YY 


FROM : | 21-Jul-17 | To: | 21-Jul-17 | 


TAX IDENTIFICATION NUMBER: 464009440 


4. IMPORTER NAME AND ADDRESS : 


DART AEROSPACE LTD 

1270 ABERDEEN ST 

HAWKSBURY ON 

ONTARIO CANADA CN K6A 1K7 
CANADA 


3. PRODUCER NAME AND ADDRESS : 


AVAILABLE TO CUSTOMS UPON REQUEST 


TAX IDENTIFICATION NUMBER : 

6. H.S. TARIFF 

CLASSIFICATION 7. PREFERENCE | 8. PRODUCER] 9. NET COST 10. COUNTRY OF 
NUMBER CRITERION ORIGIN 


ALUMINUM TUBE ROUND 7608.20.0030 ; NO (2) | 


| CERTIFY THAT: 
THE INFORMATION ON THIS DOCUMENT IS TRUE AND | ASSUME THE RESPONSIBILITY FOR PROVIDING SUCH REPRESENTATIONS. | UNDERSTAND THAT | AM LIABLE FOR ANY FALSE 


STATEMENTS OR MATERIAL OMISSIONS MADE ON OR IN CONNECTION WITH THIS DOCUMENT: 

| AGREE TO MAINTAIN AND PRESENT UPON REQUEST, DOCUMENTATION NECESSARY TO SUPPORT CERTIFICATE, AND TO INFORM, IN WRITING, ALL PERSONS TO WHOM THE CERTIFICATE 
WAS GIVEN, OF ANY CHANGES THAT COULD AFFECT THE ACCURACY AND VALIDITY OF THIS CERTIFICATE, THE GOODS ORIGINATED IN ONE OR MORE OF THE PARTIES. AND COMPLY WITH 
THE REQUIREMENTS SPECIFIED FOR THOSE GOODS IN THE NORTH AMERICAN FREE TRADE AGREEMENT, AND UNLESS SPECIFICALLY EXEMPT IN ARTICLE 411 OR ANNEX 401, THERE HAS 


BEEN NO FURTHER PRODUCTION OR ANY OTHER OPERATION OUTSIDE THE TERRITORIES OF THE PARTIES: 


5. DESCRIPTION OF GOOD(S) 


AND THIS CERTIFICATE CONSISTS OF PAGES, INCLUDING ATTACHMENTS. 
11. AUTHORIZED SIGNATURE : 4 
é] Fh aca TW METALS 
C2 | 
: fea 
NAME (PRINT OR TYPE) : TITLE : 
MARIA GALEANA EXPORT DEPARTMENT 


DD; MM Ny TELEPHONE : 
21-Jul-17 630-690-0110 


CERTIFICATE OF ORIGIN 


METALS 


AN ON! COMPANY 


1. EXPORTER NAME AND ADDRESS : 2. BLANKET PERIOD : 


TW METALS - CHICAGO 

235 TUBEWAY 

CAROL STREAM IL 60188 
UNITED STATES 


DD MM YY DD MM YY 


FROM: | 21-Jul-17 | TO: | 21-Jul-17 | 


TAX IDENTIFICATION NUMBER: 464009440 
4. IMPORTER NAME AND ADDRESS : 


DART AEROSPACE LTD 

1270 ABERDEEN ST 

HAWKSBURY ON 

ONTARIO CANADA CN K6A 1K7 
CANADA 


3. PRODUCER NAME AND ADDRESS : 


AVAILABLE TO CUSTOMS UPON REQUEST 


TAX IDENTIFICATION NUMBER : 


6. H.S. TARIFF 
CLASSIFICATION 
NUMBER 


7. PREFERENCE! 8. PRODUCER] 9, NET COST 10. COUNTRY OF 
CRITERION ORIGIN 


5. DESCRIPTION OF GOOD(S) 


B NO (2) NO GERMANY 


ALUMINUM TUBE ROUND 7608.20.0030 


B NO (2) NO CHINA 


STAINLESS STEEL TUBE ROUND 7304.41.0000 


| CERTIFY THAT: 
THE INFORMATION ON THIS DOCUMENT IS TRUE AND | ASSUME THE RESPONSIBILITY FOR PROVIDING SUCH REPRESENTATIONS. | UNDERSTAND THAT | AM LIABLE FOR ANY FALSE 


STATEMENTS OR MATERIAL OMISSIONS MADE ON OR IN CONNECTION WITH THIS DOCUMENT: 
| AGREE TO MAINTAIN AND PRESENT UPON REQUEST, DOCUMENTATION NECESSARY TO SUPPORT CERTIFICATE, AND TO INFORM, IN WRITING, ALL PERSONS TO WHOM THE CERTIFICATE 


WAS GIVEN, OF ANY CHANGES THAT COULD AFFECT THE ACCURACY AND VALIDITY OF THIS CERTIFICATE: 
THE GOODS ORIGINATED IN THE COUNTRY AS SPECIFIED IN BOX 10 OF THIS FORM. 


THIS CERTIFICATE CONSISTS OF PAGES, INCLUDING ATTACHMENTS. 


ee Ad 14 4 COMPANY 2 sro geet 


11. AUTHORIZED SIGNATURE : 


NAME (PRINT OR TYPE) : TITLE : 
MARIA GALEANA EXPORT DEPARTMENT 
DATE : OF pe oF TELEPHONE : 
21-Jul-17 630-690-0110 


Le 


([E)FRECISION PRECISION TUBE co. Control No: 4594 


287 WISSAHICKON AVE. 
NORTH WALES PA 19454 


A COMPANY oF MUFLizR INDustTRugs 7 


CERTIFIED TEST REPORT 


CUSTOMER “PURCHASE ORDER WS" PURCHASE ORDER NO. CUST. ORD. NO. PRECISION TUBE P/N 
M 49371043 LINE 001 456099 24A031250580005 


SOLD: tw METALS SHIP; TW METALS 


TO 175 TUBEWAY TO 175 TUBEWAY 


FOREST PARK, GA 30298 FOREST PARK, GA 30298 
UNITED STATES UNITED STATES 


RAIGHT RxA 


CT LENGTHS 
~.0030 


TENSILE 


ELONGATION 
STRENGTH 
( 


IN 2 INCHES 
(%) 


ROCKWELL 


STRENGTH HARDNESS 


(P.S.T,)} 


TEST REPORTS 
ACCEPTED BY 
Gf 


TRACEABILT py #; 
RAW MATL VENDOR: 
M Cr 


tured and tested In accordance with the requirements of the applicable Specifications ang descriptions Set forth 
n turing, testing ang 'NSPéction, the Product did not come Into direct Contact with mercury or any of 
its Compounds, nor with ry & employing a single boundry containment. Test results Indicate that the Material is compliant with the Current 
revision of the RoHS Dir ) 


Melted ang Manufactured in USA By: 


06/28/17 
QMS Registered to ISO 9001: 2008 


Matthew Flynn-Heptord Page: 4 of 1 
Quality Engineer 


KAISER a) off We CERTIFIED TEST REPORT 
ALUMINUM & J fab httoi/OntIne.KaiserAluminum.com 


FABRICATED PRODUCTS 


KAISER ALUMINUM : 
FABRICATED PROCUCTS, LLC 

2425 STEVENS DRIVE 

RICHLAND, WA 99352 


CERTIFICATION : 
Kaiser Aluminum’ Fabricated Products, LLC , hereby certifies that metal shipped under this order has been 
inspected and tested and found in conformance with applicable specifications: forming a part of the } 


Gescription set forth in Kaiser's gales acknowledgement form, Any warranty is limited to that show on 
Kaiser's general terms and conditions of sale. Test reports are on file, subject to examination. 


JOSEPH AMES, QUALITY MANAGER 


TEST REPORTS 
ACCEPTED py 


“73 ss 


JH 1 Ong 


~ 


ALS~ 


: Plant Serial: 00016205 
Kaiser Order Number: 321818 
Page 2 of 2 ; ; Line Item: 001 


KAISER CERTIFIED TEST REPORT 
ALUMINUM http://Online.KaiserAluminum.com 
FABRICATED PRODUCTS 

KAISER ALUMINUM 

FABRICATED PRODUCTS, LLC 


6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 


CUSTOMER PO NUMBER: CUSTOMER PART NUMBER: PRODUCT DESCRIPTION: 


M49363913-1 41952 Drawn Seamless Tube/Pipe 

KAISER ORDER NUMBER: |LINE ITEM: SHIP DATE: KAISER LOT NUMBER: TEMPER: 
222469 001 02/24/2017 F00234392 {6061 ({T6 ) 

WEIGHT SHIPPED: QUANTITY: B/L NUMBER: DIAM/DAF/THKNS: SWip TA LENGTH: 
381.000 LB 469.000 PCS 224425 1000 FT \ 
SHIP TO: SOLD TO: ee. 
TAP METALS ING 760 SO ETTEUTION DRIVE 

235 WEST TUBEWAY DRIVE | 


SUITE 204 
CAROL STREAM, IL 60188 USA EXTON, PA 19341 USA 


Actual Physical Properties 


REFERENCE DASH# SAMPLE# UTS(KSI) YTS (KSI) ELONG’ HARDNESS CON%IACS BEND 
45.9 38.8 ney APO) N/A N/A N/A 


Chemical Composition (wt%), Aluminum Remainder 


LIMITS Si Fe Cu Mn Mg Cr Zn Ti Pb Bi Zr Ea Tot 
Maximum 0.80 0.70 0.40 0.15 1.20 0.35 0.25 O.15 NA NA NA 0.05 0.15 


Minimum 0.40 0.00 0.15 0.00 0.80 0.04 0.00 0.00 NA NA NA 0.00 0.00 
D76511 259 .28 ~2e .06 . 98 .08 si07 .02 .00 .00 .00 » 01 02 


Description: ODY 0.3750"; Wall: 0.0580"; @ 

AMS4082P AMS-WW-T-700/6C 

WE TAKE EXCEPTION TO PARA. 5.2.1., Per—AMS4082P, WAS NOT OILED. ihaaes | 
This Product Complies to FAR BAA, DFARS BAA, FAR TAA : 
COMPLIES TO DIN EN 10204 JAN 2005 Swaroiw 5 


No Weld Repair. Mercury Free. 


> ABi 
OQ 

oO 

: 
ao 
2 420 


Miscellaneous Notes 


MANUFACTURED IN USA MELTED IN USA 

MATERIAL COMPLIES WITH FAR BAA (FAR 52.225-1, BUY AMERICAN ACT- SUPPLIES), DFARS BAA 
(DFARS 252.225-7001 BUY AMERICAN ACT & BAL OF PAYMENTS PROG), AND FAR TAA (FAR 52.225-5 
TRADE AGREEMENTS) . 


Plant Serial: 00024262 
Kaiser Order Number: 222469 
Page 1 of 2 Line Item: 001 


ce 


KA ISER CERTIFIED _ REPORT 


ALUMINU NM http://Online.KaiserAluminum.com 
FABRICATED PRODUCTS 


KAISER ALUMINUM 
FABRICATED PRODUCTS, LLC 
6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 


CERTIFICATION 
Kaiser Aluminum Fabricated Products, LLC ('Kaiser') hereby certifies that metal shipped under this order has 
been inspected and tested and found in conformance with the applicable specifications forming a part of the 


description set forth in Kaiser's sales acknowledgement form. Any warranty is limited to that shown on 
Kaiser's general terms g&conditions of sale. Test reports are on file subject to examination. 


Hans Kattentidt, Quality Manager 


Plant Serial: 00024262 
Kaiser Order Number: 222469 
Page 2 of 2 Line Item: 001 


KAISER CERTIFIED TEST REPORT 


ALUMINUM /QOnline.KaiserAlumi com 
FABRICATED PRODUCTS 


KAISER ALUMINUM 
FABRICATED PRODUCTS, LLC 
6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 
CUSTOMER PO NUMBER: 


M49365548-1 42276 Drawn Seamless Tube/Pipe 

KAISER ORDER NUMBER: |LINE {TEM: SHIP DATE: KAISER LOT NUMBER: TEMPER: 

222661 001 03/20/2017 F00236125 6067) C \T6 
QUANTITY: B/L NUMBER: DIAM/DAF/THKNS: ~ | WIDTH: “LENGTH: 
388.000 PCS 224652 fd .000 FT) 


WEIGHT SHIPPED: 
SOLD TO: . 


443.000 LB 
SHIP TO: 
TW METALS INC 
760 CONSTITUTION DRIVE 
SUITE 204 
EXTON, PA 19341 USA 


CUSTOMER PART NUMBER: PRODUCT DESCRIPTION: 


TW METALS INC 
235 WEST TUBEWAY DRIVE 
CAROL STREAM, IL 60188 USA 


Actual Physical Properties 


SAMPLE# UTS(KSI) YTS(KSTI) ELONG% HARDNESS CON%IACS BEND 


1 46.7 41.1 17.0 N/A N/A N/A 
1 46.2 40.9 18.0 N/A N/A N/A 


~ DASH# 


Chemical Composition (wt%), Aluminum Remainder 


LIMITS Si Fe Cu Mn Mg Cr Zn bpd Pb Bi 2x Ea Tot 


Maximum 0.80 0.70 0.40 0.15 1.20 0.35 0.25 0.15 NA NA NA 0.05 0.15 
Minimum 0.40 0.00 0.15 0.00 0.80 0.04 0.00 0.00 NA NA NA 0.00 0.00 
D76510 -62 «23 23 .05 99 07 207 02 .00 .00 .00 -O1 02 


Description: O8_0. : . 5 Round @ 

AMS4082P | AMS-WWOT=70076C-C ASTM B210-12) WW-T-700/6F a 
WE TAKE EXCEPTION TO PARA. 5.2.1., Per AMS4082P, WAS NOT OILED. ; 

This Product Complies to FAR BAA, DFARS BAA, FAR TAA r 
COMPLIES TO DIN EN 10204 JAN 2005 : 
No Weld Repair. Mercury Free. 3 


Sauxzcuma 


Miscellaneous Notes 


MANUFACTURED IN USA MELTED IN USA 

MATERIAL COMPLIES WITH FAR BAA (FAR 52,.225-1, BUY AMERICAN ACT- SUPPLIES), DFARS BAA 
(DFARS 252.225-7001 BUY AMERICAN ACT & BAL OF PAYMENTS PROG), AND FAR TAA (FAR 52.225-5 
TRADE AGREEMENTS) . 


Plant Serial: 00024461 
Kaiser Order Number: 222661 
Page 1 of 2 Line Item: 001 


Cc 


KAISER CERTIFIED TEST REPORT 


; A LU M / N “Uo M7 http://Online.KaiserAluminum.com 


FABRICATED PRODUCTS 


KAISER ALUMINUM 
FABRICATED PRODUCTS, LLC 
6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 


CERTIFICATION 
Kaiser Aluminum Fabricated Products, LLC ('Kaiser') hereby certifies that metal shipped under this order has 
been inspected and tested and found in conformance with the applicable specifications forming a part of the 
description set forth in Kaiser's sales acknowledgement form. Any warranty is limited to that shown on 
Kaiser's general terms &conditions of sale, Test reports are on file subject to examination. 


Hans Kattentidt, Quality Manager 


‘ 
4 
L) 


awI7oO UMD 


Plant Serial: 00024461 
Kaiser Order Number: 222661 


Page 2 of 2 Line Item: 001 


KAISER “a? Gi CERTIFIED TEST REPORT 

ALUMINUM & $2 LA cy vn http://Online.KaiserAluminum.com 
Che / 0 ipo 

FABRICATED PRODUCTS v (a 


KAISER ALUMINUM 
FABRICATED PRODUCTS, LLC 
6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 


CUSTOMER PO NUMBER: CUSTOMER PART NUMBER: 

M49362357-1 42588 Drawn Seamless Tube/Pipe 

KAISER ORDER NUMBER: |LINE ITEM: SHIP DATE: KAISER LOT NUMBER: ALLOY: 

222204 001 01/16/2017 ro0231879) PAR 6061 C 

WEIGHT SHIPPED: QUANTITY: B/L NUMBER: DIAM/DAFAFHKNS: 9-29 WIDTH: 

541.000 LB 495.000 PCS 224049 \ 
OLD TO: 


|SHIP TO: $s 


PRODUCT DESCRIPTION: 


TW METALS INC 

760 CONSTITUTION DRIVE 
SUITE 204 

EXTON, PA 19341 USA 


TW METALS INC 
235 WEST TUBEWAY DRIVE 
CAROL STREAM, IL 60188 USA 


E 
M P 
S JANZS 17 2 
Li T 
s 


ACCEPTED BY 


Actual Physical Properties 


REFERENCE DASH# SAMPLE# UTS(KSI) YTS(KSI) ELONG% HARDNESS CON%IACS BEND 
F00231879 0001 1 47.0 39.5 22.0 N/A N/A N/A 


Chemical Composition (wt%), Aluminum Remainder 


LIMITS Si Fe Cu Mn Mg Cr an Ti Pb Bi Zr Ea Tot 


Maximum 0.80 0.70 0.40 0.15 1.20 0.35 0.25 0.15 NA NA NA 0.05 0.15 
Minimum 0.40 0.00 0.15 0.00 0.80 0.04 0.00 0.00 NA NA NA 0.00 0.00 
D76392 aoe noe 52S .05 99 .09 .07 03 .00 .00 .00 -01 Oe 


Applicable Requirements: 


Description: OD: Round @ 

AMS4082P  AMS-WW-T-700/6C B2t0-12 > WW-T-700/6F 

WE TAKE EXCEPTION TO PARA. 5.2.1., Per AMS-4082P, WAS NOT OILED. 
This Product Complies to FAR BAA, DFARS BAA, FAR TAA 

COMPLIES TO DIN EN 10204 JAN 2005 

No Weld Repair. Mercury Free. 


Miscellaneous Notes 


MANUFACTURED IN USA MELTED IN USA 

MATERIAL COMPLIES WITH FAR BAA (FAR 52.225-1, BUY AMERICAN ACT- SUPPLIES), DFARS BAA 
(DFARS 252.225-7001 BUY AMERICAN ACT & BAL OF PAYMENTS PROG), AND FAR TAA (FAR 52.225-5 
TRADE AGREEMENTS) . 


Plant Serial: 00023919 
Kaiser Order Number: 222204 
Page 1 of 2 Line Item: 001 


t 


KAISE Fe ae ot WL CERTIFIED TEST REPORT 


MALUIM INDIA gS y} ie http:/Online.KaiserAluminum.com 
FABRICATED PRODUCTS . (Ge 


KAISER ALUMINUM 
FABRICATED PRODUCTS, LLC 
6573 W. WILLIS ROAD 
CHANDLER, AZ 85226 


CERTIFICATION 
Kaiser Aluminum Fabricated Products, LLC ('Kaiser') hereby certifies that metal shipped under this order has 
been inspected and tested and found in conformance with the applicable specifications forming a part of the 
description set forth in Kaiser's sales acknowledgement form. Any warranty is limited to that shown on 
Kaiser's general terms &conditions of sale. Test reports are on file subject to examination. 


Hans Kattentidt, Quality Manager 


Plant Serial: 00023919 
Kaiser Order Number: 222204 
Page 2 of 2 Line Item: 001 
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Abnahmeprtifzeugnis 3.1 - DIN EN 10204:2005 © ALUnnas 


Inspection Certificate 3.1 - DIN EN 10204:2005 | Certificat de Reception 3.1- DIN EN 10204:2005 


Kunde: TW Metals (PA) Zeugnisnummer: 948/17 
Client: Cert No..: / No. du certificat: 
760 Constitution Drive P.O, Box 644 Bestellnummer: M 49370807 
19341 - 06¢EXTON, PA USA Order No. / No. de commande 
Produkt: Rohre nahtlos gepresst und gezogen ALUnna Auftraasbest.-Nr.: —65383/100 
Product / Produit: Tubes seamless extruded and drawn AlUnna Cont.-No..:/ conf. de commande: 
Spezifikation: AMS - WW - T - 700/6C; AMS 4082P; ASTM B 210-12; WW-T-700/6F; - 
Specification: 
Werkstoff: Zustand: 
Alloy/Alliage: : Temper/etat—~. 
Abmessung “O00 INCH x 1,750 INCH x 0,125 INC CC 12000 88") 
Size / Dimension 


Kennzeichnung Cert No. 948/17- ALUnna - WW-T-700/6(F) - AMS-WW-T-700/6 (C) - AMS 4082 (P) 12) - ALUNNA ORDER CONF. NO. 
Marking/Marquage; 9583/10 - CPB 300 
Kennzeichnung 6061 - T6- 2.000" OD X 0.125" Wall - Cast No. 5796-1 - Heat Lot/fo, 1403086 na No, 62117/200 


Marking/Marquage: 

Lieferung POEs Ibs -89 Country of Manufacture: Germany 
Delivered Material / Matérial délivre: 56 582 ) 

1. Chemische Analyse Chemical se / vere ene 


Charge/ min. 


CastNo. max} 98 | o7 | 040] 0,15 
5796-1/16 | 0,710 | 710 | 0,329 [ 0254 0,114 | 1,035 | 0,267 | 0,033 | 0,031 | 0,001 00011] 0,060 | 0,001 
Hydrogen content: ce) ccm/100 g Al Elements without indication < 0,01 % country of melt manufacturer: Germany 


Products are in accordance with applicable ROHS 
FAR BAA: Cannot certify compliance 
DFARS BAA: Complies 

FAR TAA: Cannot certify compliance 


TW METALS 


soma 
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' ACCEPTED B 


Ergebnis der _ Es wird bestatigt, daB das Material gepriift wurde und den Vereinbarungen bei der Bestellannahme entspricht 


Prifungen: We confirm that the material has been tested and applies to the agreements made on receipt of the order 
Test results: Nous confirmons que le materiel a été controlée et correspond avec les conventions faites a la réception de la commande 
Resultats: Certified acc. DIN EN ISO 9001:2008 and DIN EN 9100:2009 released by 
¥ valid until 2019-11-10 
31.05.2017 TUV Nord - Cert.- Reg. No.: 44 100 131576 and 44 117 131576 Suckow 


Aluminiumwerk Unna AG, Uelzener Weg 36, 59425 Unna, Germany 
Electronically Generated Certificate - Valid without signature 


. oe 


ES 


Abnahmepriifzeugnis 3.1 - DIN EN 10204:2005 “SALUnna: 


Inspection Certificate 3.1 - DIN EN 10204:2005 | Certificat de Reception 3.1- DIN EN 10204:2005 


Kunde: TW Metals (PA) Zeugnisnummer: 948/17 
Client: Cert No.: / No. du certificat: 
760 Constitution Drive P.O. Box 644 Bestellnummer: M 49370807 
19341 - 06¢EXTON, PA USA Order No. / No. de commande 
ALUnna Auftragsbest.-Nr: §5383/100 
ALUnna Order Conf.No.. 


Kennzeichnung Cert No. 948/17- ALUnna - WW-T-700/6(F) - AMS-WW-T-700/6 (C) - AMS 4082 (P) - ASTM B210 (12) - ALUNNA ORDER CONF, NO. 


Marking/Marquage;  °5283/100 - CPB 300 
Kennzeichnung 6061-76 - 2.000" OD x 0.125" Wall - Cast No. 5796-1 - Heat Lot No. 1403036 - Unna No. 62117/200 


Marking/Marquage: 


Lieferung pes. lbs Country of Manufacture: Germany 
Delivered Material / Matérial délivre: 56 582 
2. Mechanische Eigenschaften Mechanical Properties / Valeurs Mécaniques 
Anforderungen tensile yield elongation elongation Hardness Heat Lot No. 
Requirements (Rm) ksi (RpO,2) ksi 2" % A % HB 
42,0 35,0 10,0 
1 45,542 36,550 21,1 1403036 
2 45,542 36,695 20,1 
TW METALS 


JUL 10 17 


aunm 


‘ ACCEPTED B 


: <naxouma 


Ergebnis der _ Es wird besttigt, daB das Material gepriift wurde und den Vereinbarungen bei der Bestellannahme entspricht 


Préfungen: We confirm that the material has been tested and applies to the agreements made on receipt of the order 
Test results: Nous confirmons que le materiel a été controlée et correspond avec les conventions faites a la réception de la commande 
Resultats: Certified acc. DIN EN ISO 9001:2008 and DIN EN 9100:2009 released by 
: valid until 2019-11-10 
31.05.2017 TUV Nord - Cert.- Reg. No.: 44 100 131576 and 44 117 131576 Suckow 


Aluminiumwerk Unna AG, Uelzener Weg 36, 59425 Unna, Germany 
Electronically Generated Certificate - Valid without signature 


PU FA™ Producer of Premium Stainless Steel Seamless Tubes 
MILL TEST REPORT 


Certificate No.: 16-1-92 


=. 
Délivery Condition: OD Polished to 240 Grit 


Steel Grade DA$ieat Number ; ee Pimensions 
i : ™ — Number Picces 
[ TP304/TP304L | 6BQX1506-71 12-19 /2" x 0.049" x 20' i 2300 46,000 


: 
* ms . 


“Sm lel! sie | <7 
Rcaurenens | Sass | <2.00 | <00ss |[<oav0] <1.00 [reananad) soos00 |< | 
Tadicaeayais [003 [06s | aoe | oom [ oae | vazs [sas [T= 


Mechanical Properties 
Elongation (% in 2") Tensile es (PSI) Yield en (PSI) 
D . 0 


ace ee > 30,000 
‘Test Results| 97,000/98,000 43,000/44,000 


Test Test Test Test Test 
a a a SO ne | 
rathauts |. |, me |; i aseet [Passed | - | OK | 


Air Underwater| Ultrasonic | Intergranular : : 
T Eddy C (ie 


ISO 9001:2008 Certified by Intertek 110703068 PED Certified by SLUTEST 2195-PED-1526002 


Additional Remarks: 
(1) All tubes annealed to above 1900 Deg F and water quenched below 800 Deg F in 3 minutes 


(2) All tubes tested per ASTM A1016-14 
CANNOT CERTIFY COMPLIANCE 
FAR BAA / DFARS BAA/ FAR TAA 


(3) Materials is NACE MR0103-2007 compliant (per Section 2.5) 

(4) Materials is NACE MRO0175/ISO 15156-2003 compliant (per Section 4.2.1) 
(5) In Compliance with EN 10204-3.1 

(6) In Compliance with RoHS Stipulation 

(7) No weld repair performed 

(8) Free from mercury contamination 

(9) Free from radioactive contamination 

(10) Billets melt and pipes/tubes manufactured in China 

(11) All tubes 100% PMI tested 

(12) All tubes 100% Eddy Current tested 


By: 


James Shi / Manager 
We hereby certify that this report is true and correct. Quality Control Department 
Shanghai Pufa Stainless Steel Pipe Factory 
No. 59, Shuangye Road, Wanggang , New Pudong District, Shanghai, China 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: MLZ GC/EC HO RIK ABS PO / BATCH NO.:(49°33 LIAR 251K Y 
pate: AUG 0 1 2017 


MATERIAL CERT REC'D: KS THICKNESS ORDERED: LOS 
QUANTITY RECEIVED: Y&* THICKNESS RECEIVED: V/s 5% 


QUANTITY INSPECTED: Us ’ SHEET SIZE ORDERED: 
QUANTITY REJECTED: eK SHEET SIZE RECEIVED: 


DESCRIPTION COMMENTS 


) 

| SURFACEDAMAGE. OL YIN i (isss—“‘C‘Cs‘“‘(‘(‘C‘sY 
CORRECT FINISH ee ee 

5 ee 

(Pee eee eer 


Zz 


< 
a 


| CORROSION, | Y IY] 
| CORRECT GRAIN DIRECTION [CN | 

CORRECT MATERIAL PER M-DRAWING | (| N |AS7#rn BQO 
| CORRECTTHICKNESS (YN [OO 
yn PHOTOS OUIE i 
| CORRECT REF #TOLINKCERT [OA] NIHF FH OF KICF 
[CORRECT MATERIAL IDENTFICATIONY | NVoc/7ot 
| CORRECTM#ONTHEMATERIAL [MIN |CogyFe 


DOES THIS MATERIAL REQUIRE | 
ENGINEERING SIGN OFF 
DOES THIS REQUIRE AN 
EXTRUSION REPORT Y| AY 
CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 


RECORD RESULTS BELOW 
DUR A DUR D__| WEBSTER 


testers located in the Quality Office 


Ps 


— 
z= 


Sy 


Zz 


2) 
S 
= 


Zz 


< 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: 5 SIGNED OFF BY: 


pate: AUG 012017 *89 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


+eZ WLS 3 0128 WLS ‘ee0r SHY G300V 
“LbSO1 9 0991 G30Gv ‘LYWHO43Y SL IdNOD 


(Cine 
aSvaq] 


/ TSEHISNYU3d = -SONVUSIOL WSL 
8S0'OMSZE"0191 909 = TT¥M 8S0'0 X GO .a/e ‘94 


SSSNMOIWL TIVM = LLL 
SSHONI NI CO = .0d0'd. 3YSHM 


[rot wloocdsexs000n a suvd 
a 1yZ8 WISV & diz nisy 3D 


SINY HO 280% SIV & 
@/SZZ-V-DD HO @/002-V-00 4O i 
9/002-L-\AM WIIsOadS 


ONISNL SSTTAVAS 1 LS9L/OLS9.L/Z9L/9.1-1909 “TWIMALWW ASVHOUNd 


v 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: PO / BATCH NO.: AI (3S 1 


DATE: 


MATERIAL CERT REC'D: u as THICKNESS ORDERED: __4/. GS 
QUANTITY RECEIVED: _Y § , THICKNESS RECEIVED: , BY 
QUANTITY INSPECTED: _U/ 5! SHEET SIZE ORDERED: 
Q 


QUANTITY REJECTED: SHEET SIZE RECEIVED: 


|___SURFACEDAMAGE TV USP 
| CORRECTFINISH TN 
a Sa | ae 
| CORRECT GRAIN DIRECTION [>] NP 
| CORRECT MATERIAL PER M-DRAWING | | N | ASA) ROO 
[|_CORRECT THICKNESS | OTN 
SR NS a Ds 
| CORRECT REF #TOLINKCERT [C2] N [FI Foo 2g 

[CORRECT MATERIAL IDENTFICATION WN [732 


AY). 
| CORRECT M#ONTHEMATERIAL [WN[COCUFE 
DOES THIS MATERIAL REQUIRE 
| Ptaneemnosenore™ [vial 
DOES THIS REQUIRE AN 
| PBemusouncront™ — Lvi@ 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


DAS 
INSPECTED BY: § SIGNED OFF BY: 


DATE: AUGO120i7 989 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: 4 oCitét, 5COW-05§ PO / BATCH NO.:0034 ae ba Z5iKHY 


DATE: AUG U1 2017 


MATERIAL CERT REC'D: a 25 THICKNESS ORDERED: UA AS 
QUANTITY RECEIVED: UK ; THICKNESS RECEIVED: Ww. BS 


QUANTITY INSPECTED: i SHEET SIZE ORDERED: | 
QUANTITY REJECTED: SHEET SIZE RECEIVED: / | ) y, 


COMMENTS 


CORRECT MATERIAL PER M-DRAWING 


oO 


ORRECT MATERIAL IDENTFICATION(Y | N [6 AC) fe 
CORRECT M# ON THE MATERIAL | (Y[ N [Z : 
DOES THIS MATERIAL REQUIRE 

ENGINEERING SIGN OFF 


DOES THIS REQUIRE AN 
EXTRUSION REPORT 


Ses ae Ree SS a, 
i a Pe Se SE 
eee ee Eee ees eee 


testers located in the Quality Office 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 
HARDNESS / DUROMETER READING 


QC 18 INSPECTION 


DAS 
INSPECTED BY: 5 SIGNED OFF BY: 


DATE: AUG 0 1 2017 9-89 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


ENGINEERING SIGNOFF (if required) 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: -4£604/T67(3,.6 D5 W195 PO / BATCH NO.: (23 7)¥%/4 | 351K 
DATE: __aue 4 2047 


MATERIAL CERT REC'D: ues THICKNESS ORDERED: — /el, 
QUANTITY RECEIVED: 2Y : i THICKNESS RECEIVED: ly Lal 4 


QUANTITY INSPECTED: DY y SHEET SIZE ORDERED: 
QUANTITY REJECTED: 4) SHEET SIZE RECEIVED: / th 


DESCRIPTION COMMENTS 
| SURFACE DAMAGE TY [MBP 
| CORRECTFINISH CPN 
| CORROSION. A TOT 
CORRECT GRAIN DIRECTION {CO} N { 
| 


CORRECT MATERIAL PER M-DRAWING 


| CORRECTTHICKNESS | 
| PHOTOREQUIRED | Y |W) 
CORRECT REF F TOLNKGERT TT NEE ED S18 FE 
[CORRECT MATERIAL IDENTFICATION [Y) | 

[| CORRECT M# ON THE MATERIAL [WIN [Goe77eG SCS 


DOES THIS MATERIAL SSaiTEE 
ENGINEERING SIGN OFF Y|@ 
DOES THIS REQUIRE AN 

EXTRUSION REPORT y | 


(e) 


TYPE OF MATERIAL 
SIZE OF TEST SAMPLE 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: SIGNED OFF BY: 


DATE: ie : DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 


Ly 


PURCHASE MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING 


SPECIFICATION: WW-T-7008 
Bas OR QQ-A-200/8 
OD IMS 40800 


OR ASTM B216 
PART NUMBER-O9 move oer | 
op | [WALL 
WHERE "D.DDD* = OD IN INCHES 
"T.TTT" = WALL THICKNESS 
EG. 3/8" OD X 0.058 WALL = M6061T8T0.375W0.058 
MATERIAL TOLERANCE: — PER ANSI H35.2 A\ 


ELEA 
2013 -07- 


SE 
oD 


MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: MG606/ FEA) cep ArlyS PO / BATCH NO.: pasztjn (38% U 
DATE: AUG 0 1 2017 


MATERIAL CERT REC'D: - 2S THICKNESS ORDERED: L/ . id ) 
QUANTITY RECEIVED: Y : THICKNESS RECEIVED: NS 


Ww JIS 
QUANTITY INSPECTED: ) UY ' SHEET SIZE ORDERED: 
QUANTITY REJECTED: SHEET SIZE RECEIVED: 


| CORRECTGRAIN DIRECTION [QUT NP 
| CORRECT MATERIAL PER M-DRAWING [(Y[N[4Spinn FRD(/O 
| CORRECT THICKNESS TYTN 
) PHONO REQUIRED G0 ee 
| CORRECT REF #TOLINKCERT [/PT NIH A AETYORO3E 
CORRECT MATERIAL IDENTFICATONY [TN OG/ FEF 


| CORRECT M# ON THE MATERIAL [YIN oaG7 Fe 

oe lg 
ENGINEERING SIGN OFF Y 

a 
EXTRUSION REPORT ¥ 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DURA | DURD | WEBSTER 
TYPE OF MATERIAL a aes 


fen ee | 
SIZE OF TEST SAMPLE es An eeeeeie matee tes) elas 
HARDNESS /DUROMETERREADING[ TT 


testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 
DAS 


INSPECTED BY: 5 SIGNED OFF BY: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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MATERIAL RECEIPT INSPECTION FORM 


MATERIAL: 74309 RO, 500/10 44 PO / BATCH NO.: FNCIM IARI SU 
DATE:__ AUG 01 29117 


MATERIAL CERT REC'D: - oon THICKNESS ORDERED: L, f +6 3G 
QUANTITY RECEIVED: lyo' THICKNESS RECEIVED: UAC 44 


QUANTITY INSPECTED: YO } SHEET SIZE ORDERED: i 
QUANTITY REJECTED: OQ SHEET SIZE RECEIVED: 


COMMENTS 


| CORRECT MATERIAL PER M-DRAWING | (Y | N |4 7 hy 49/3 
| CORRECT THICKNESS | (YN | 

| PHOTOREQUIRED TY [QT 
| CORRECT REF #TOLINKCERT [YINIG FP Y¥iozeFiQ 
[CORRECT MATERIAL IDENTFICATION [TN Roy FRO 
| CORRECT M#ONTHE MATERIAL [(Y[N[RoGF 


DOES THIS MATERIAL REQUIRE 
ENGINEERING SIGN OFF Y [(N 
DOES THIS REQUIRE AN 

EXTRUSION REPORT Y (N) 


CUT SAMPLE PIECE OF MATERIAL AND PREFORM A HARDNESS CHECK. 
RECORD RESULTS BELOW 


DUR A DUR D__| WEBSTER 
TYPE OF MATERIAL 


ae We ee Rae See 

SIZE OF TEST SAMPLE a SS Te Ges see 

HARDNESS/DUROMETERREADING[ CT CE CdS ($C 
testers located in the Quality Office 


QC 18 INSPECTION ENGINEERING SIGNOFF (if required) 


INSPECTED BY: SIGNED OFF BY: 


DATE: 201 DATE: 


Attach this inspection sheet with the corresponding material cert and remit to be scanned and received in 


H:\FORMS\Quality Assurance\approved QA\MRIF Material Receipt Inspection Form revD 
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Dart Aerospace Ltd. PURCHASE ORDER 


» N 
JA RT 1270 Aberdeen Street z 


AEROSPACE Hawkesbury, ON K6A 1K7 Purchase Order ID PO37126 


, Tel: 613 632 9577 
Fax: 613 632 1053 


Purchase Order Date 7/19/2017 
PO Print Date 7/19/2017 


Page Number 1 of 4 


Order From : VU-TWMO001 Ship To: DART AEROSPACE LTD “3 me 
TW METALS 1270 ABERDEEN Gell / 
PO BOX 933014 HAWKESBURY, ON K6A 1K7 | quaint 
ALTANTA, GA 31193-3014 CANADA 
re JUL 19 2017 


eee 


Contact Name Buyer Chantal Lavoie 
Vendor Phone 585 768 5600 Customer POID 
Customer Tax # 10127-2607 
Ship To Contact Terms Net 30 
Ship To Phone Currency USD 
Ship Via: YRC COLLECT FOB FCA — (Free Carrier) 
Ship Acct: 
Line Reference Description/ Req Date/ CD Req Qty/ PO Unit Price Extended 
Nbr Vendor Part Number Mfg ID Taxable Unit of Price 
; Measure 
Line Comments Promise Date 
Delivery Comments 
1 M6061T6T0.3125W.058 r= TUBE .3125 x 7/27/2017 48.00 $2.50 $120.00 
.0S8w 
Yes f 
7/27/2017 


MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING 
AS PER WW-T-700/6 OR QQ-A-200/8 OR QQ-A-225/8 OR 
AMS 4080 OR AMS 4082 OR AMS 4083 OR ASTM B210 OR 


ASTM B241 
Line Total: $120.00 
2 M6061T6T0.375W.058 Pd 6061-T6 RD Tube .375 Ze 7/27/2017 48.00 ra $2.15 £103.20 
x.0S8W 
Yes f 
7/27/2017 


MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING 
AS PER WW-T-700/6 OR QQ-A-200/8 OR QQ-A-225/8 OR 


AMS 4080 OR AMS 4082 OR AMS 4083 OR ASTM B210 OR 
ASTM B241 CO io io: 7 
we 


Line Total: $103.20 


Note: 


7/19/2017 


arn Dart Aerospace Ltd. PURCHASE ORDER 
+ ART 1270 Aberdeen Street 


AEROSPACE Hawkesbury, ON K6A 1K7 Purchase Order ID’ PO37126 


‘ Tel: 613 632 9577 
Fax: 613 632 1053 


Purchase Order Date 7/19/2017 
PO Print Date 7/19/2017 


Page Number 2 of 4 


Order From: VU-TWM001 Ship To : DART AEROSPACE LTD 
TW METALS 1270 ABERDEEN 
PO BOX 933014 HAWKESBURY, ON K6A 1K7 
ALTANTA, GA 31193-3014 CANADA 
US 
Contact Name Buyer Chantal Lavoie 
Vendor Phone 585 768 5600 Customer POID 

Customer Tax # 10127-2607 
Ship To Contact Terms Net 30 
Ship To Phone Currency USD 
Ship Via: YRC COLLECT FOB FCA — (Free Carrier) 
Ship Acct: 7 
3 M6061T6TO.500W.058 6061-T6 RD Tube .500 7/27/2017 48.00 , $1.75 4 
x.058W 
Yes f 
7/27/2017 


MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING 
AS PER WW-T-700/6 OR QQ-A-200/8 OR QQ-A-225/8 OR 
AMS 4080 OR AMS 4082 OR AMS 4083 OR ASTM B210 OR 


ASTM B241 


M6061T6T0.625W.125 6061-T6 RD Tube 0.62 7/27/2017 24.00 $5.15 $123.60 
X.125W 


Line Total: $84.00 


> 


Yes f 


7/27/2017 j 
MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING : YY | 
AS PER WW-T-700/6 OR QQ-A-200/8 OR QQ-A-225/8 OR 
AMS 4080 OR AMS 4082 OR AMS 4083 OR ASTM B210 OR 

ASTM B241 


Line Total: $123.60 


Note: 


7/19/2017 


= Dart Aerospace Ltd. PURCHASE ORDER 
VA RT 1270 Aberdeen Street ‘ 


AEROSPACE Hawkesbury, ON K6A 1K7 Purchase Order ID PO37126 


Tel: 613 632 9577 
Fax: 613 632 1053 


Purchase Order Date 7/19/2017 
PO Print Date 7/19/2017 


Page Number 3 of 4 


Order From : VU-TWM001 Ship To: DART AEROSPACE LTD 
TW METALS 1270 ABERDEEN 
PO BOX 933014 HAWKESBURY, ON K6A 1K7 
ALTANTA, GA 31193-3014 CANADA 
US 
Contact Name Buyer Chantal Lavoie 
Vendor Phone 585 768 5600 Customer POID 

Customer Tax # 10127-2607 
Ship To Contact Terms Net 30 
Ship To Phone Currency USD 
Ship Via: YRC COLLECT FOB FCA — (Free Carrier) 
Ship Acct: 7 
5 M6061T6T2.00W0.125 6061T6 RD TUBE 2.00 7/27/2017 24.00 va 788.50 $204.00 
X.125W 
Yes f 
7/27/2017 


MATERIAL: 6061-T6/T62/T6510/T6511 SEAMLESS TUBING 
AS PER WW-T-700/6 OR QQ-A-200/8 OR QQ-A-225/8 OR 
AMS 4080 OR AMS 4082 OR AMS 4083 OR ASTM B210 OR 


ASTM B241 
Line Total: $204.00 
6 M304TRO.500W.049 304 RD Tube .500 x .049W 7/27/2017 40.00 492.80 7 11200 
Yes f 
7/27/2017 


MATERIAL: AISI 304/316 SA SEAMLESS ROUND TUBING 
AS PER ASTM A213 OR AMSE SA213 OR ASTM A269 


Ke Po! nan 


Note: 


7/19/2017 


= Dart Aerospace Ltd. PURCHASE ORDER 
d ART 1270 Aberdeen Street a 


AEROSPACE Hawkesbury, ON K6A 1K7 Purchase Order ID PO37126 


- 0 Tel: 613 632 9577 
e Fax: 613 632 1053 


Purchase Order Date 7/19/2017 
PO Print Date 7/19/2017 


Page Number 4 of 4 


Order From : VU-TWMO001 Ship To: | DART AEROSPACE LTD 
TW METALS 1270 ABERDEEN 
PO BOX 933014 HAWKESBURY, ON K6A 1K7 
ALTANTA, GA 31193-3014 CANADA 
US 
Contact Name Buyer Chantal Lavoie 
Vendor Phone 585 768 5600 Customer POID 
Customer Tax # 10127-2607 
Ship To Contact Terms Net 30 
Ship To Phone Currency USD 
Ship Via: YRC COLLECT FOB FCA — (Free Carrier) 
Ship Acct: 
7 71401-45 PROCUREMENT ie 7/27/2017 1.00 $0.00 $0.00 
QUALITY CLAUSES 
No 
Procurement Quality Clauses 7/27/2017 


A005 right of entry 

A012 chemical and physical test report 
A016 personnel qualification 

AO17 raw material identification 


A026 certification of material conformance \ 
A041 quality management system 
A042 dart notification by supplier | | yx" 


A043 retention of quality documents 


Line Total: $0.00 


PO Total: $746.80 


Note: Terms & Condition of Purchasing(Suppliers) and Procurement Quality €s are an integral part of our AS9100 


requirements. To learn in detail, please visit www.dartaerospace.com for further explanation. 


Change Nbr: 1 Change Date: 7/19/2017 


